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METHOD OF MANUFACTURE OF A 
TRENCH SEMICONDUCTOR DEVICE 



The invention relates to the method of manufacture of a semiconductor 
dev,ce incorporating a trench, particularly a trench MOSFET (Metal oxide 
semiconductor field effect transistor). 

• An example of a prior art trench semiconductor structure is illustrated in 

Figure 2. Ann-type drain layer 4 is provided over an n + substrate 2 and a o 

tZT, ' ay r iS PraVWed °" *" ^ ^ * * • extends t o ; 
to : body ayer 6 as far as the drain layer 4, and includes a conductive gate 10 
insulated from the body layer by a gate insulator 12. N + source diffusons 14 
are provided adjacent to the trench. 

In use, a voltage is applied to the gate electrode to control a channel 16 
extending in the body layer 6 adjacent to the trench 8 between the source 14 

east^tTo^" 5 °' Pri ° r art ,rench stnjctures are "« us 

6.331,467 to Brown et al, assigned to the US Philips Coloration and 
incorporated herein by reference. 

A problem with mis structure is the capacitance between the gate and 

Z:™2 9a,e at bottom of ,he trench is very c,ose to - **■ ™. 

capacitance can give rise to problems, and in particular to the Miller effect 
The capacitance should therefore be minimised. 

6 444 5 A 28 k rT, T"* ,0 redUC ' n9 th ' S CaPad,an0e is des - b ^ in US 
boT' * Whi ° h SU " eStS ProVidin9 3 ■«*■» a. me 

botm ° lb 6 , ^ 6 ' 444 ' 528 deSOr ' beS f ° min9 3 Sac °" d *anch ^ the 

bottom of the , and grow , ng select|ve oxWe ^ secQnd 

this thicker insulator. 

However, this approach is complex to manufacture and there is 
accordingly a need for a simpler approach to manufacturing such stroctures. 
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According to the invention there is provided a method of manufacturing 
a trench gate semiconductor device comprising the steps of: providing a silicon 
device body having a first major surface, the silicon device body having a drain 
region of a first conductivity type and a body region over the drain region; 
forming a trench extending downwards into the silicon device body from the 
first major surface, the trench having sidewalls and a base; depositing a nitride 
liner within the trench to protect the sidewalls; forming a polysilicon plug at the 
base of the trench; thermally oxidising the device to oxidise the polysilicon at 
the bottom of the trench to form an oxide plug at the base of the trench; and 
depositing conductive material within the trench to form a gate. 

The thick oxide region or plug at the base of the trench can greatly 
reduce the gate-drain capacitance and hence the Miller effect of the finished 
device. The approach according to the invention is relatively straightforward to 
manufacture. 

The nitride liner ensures that there is essentially no oxidation of the side 
walls. In contrast, a layer of oxide is not generally capable of preventing 
oxidation - the oxide layer can simply become thicker. Polymer or polyimide 
are worse, since these are not generally compatible with the oxidation 
processes used to oxidise polysilicon and they may even bum under oxidising 
conditions. 

The lack of oxidation of the sidewalls ensures that the trench does not 
need to be any wider than the minimum necessary to provide room for the 
oxidised sidewalls at this stage of the process. Thus, the trench can be 
narrower than would be the case if an oxide liner was used instead of the 
nitride. 

In embodiments, the polysilicon formed at the base of the trench is 
doped. By forming doped polysilicon in the bottom of the trench and then 
oxidising it a thick region at the bottom of the trench can readily be formed. 
Doped polysilicon is relatively straightforward to oxidise. 
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The polysilicon may be formed doped, or alternatively the polysilicon 
may doped after being deposited, for example by diffusion from a suitable 
source such as a POCI 3 source. 

The step of depositing polysilicon at the base of the trench may include 
5 departing polysilicon over the first major surface including the trench and then 
etching back the polysilicon to remove the polysilicon from the first major 
surface leaving the polysilicon at the base of the trench. 

In embodiments, the method additionally includes the step of thermally 
ox,dising the side wall of the trench to form an oxide before depositing the 
> n.tnde liner and the step of etching away the nitride liner to expose the gate 
ox,de before depositing conductive material within the trench to form a gate 

Alternatively, the gate oxide may be formed after the step of forming the 
ox.de plug. In a less preferred approach, the nitride liner may form the gate 
oxide. 

The oxidation step used to oxidise the polysilicon may be low 
temperature wet oxidation, at a temperature range of 650*C to 850°C 
preferably 700»C to 800»C. This low temperature process minimises the 
stress to the structure during manufacture. Indeed, a particular benefit of 
using doped polysilicon is that it is readily oxidised by such a process. 

Following the step or steps of forming the oxide at the bottom of the 
trench and the gate oxide the trench may be filled with doped polysilicon to 
form a gate. 

In another aspect, there is provided a trench MOSFET comprising- a 
dram region of first conductivity type; a body region over the drain region- a 
trench extending from a first major surface through the body region; source 
regions laterally adjacent to the trench at the first major surface; themtal gate 
ox,de on the side walls of the trench; a gate elecfrode in the trench insulated 
from the body region by the gate oxide; characterised by a thick oxide plug 
formed of oxidised doped polysilicon at the base of the trench extending into 
the drain region. 

As explained above, such a structure is relatively straightforward to 
manufacture and exhibits a reduced Miller effect. 
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For a better understanding of the invention, embodiments will now be 
described, purely by way of example with reference to the accompanying 
drawings in which: 

5 Figure 1 shows the steps in a method of manufacturing a 

semiconductor device according to a first embodiment the invention; and 

Figure 2 shows a prior art method of manufacturing a semiconductor 
device. 

The diagrams are purely schematic and not to scale. 

10 

Referring to Figure 1a, an n-type epilayer 4 is grown on an n+ type 
semiconductor substrate 2. A low doped p-body layer 6 is then formed on the 
epilayer 4, for example by ion implantation. Alternatively, the ion implantation 
step to form layer 6 may be carried out after the formation of the trench, or the 

15 layer 6 may also be grown epitaxially. This structure will be known as the 
"silicon device body" 1 in the following - the term is hot intended to refer to just 
the body layer 6. The silicon device body 1 has opposed first 22 and second 
23 major surfaces. 

It should be noted that where spatial terms such as "on", "over" and 

20 "downwards" are used in the present specification, these are intended to be 
relative to the device, and do not imply any particular orientation of the device 
in space. 

Hard mask 20 is then formed by depositing oxide layer 20 on the first 
major surface 22 of the silicon device body 1 and patterning the oxide layer 20 
25 to have an opening 24. Trench 8 is then etched through the opening into the 
n-layer 4. This trench etch may be carried out by any known process. The 
trench has sidewalls 28 and a base 29, as shown in Figure 1a. 

A thermal oxidation process is then carried out to form thermal oxide 32 
on the sidewalls 28 and base 29 of the trench. 
30 Next, a dielectric liner 50 of nitride is deposited on the sidewalls 28 and 

base 29 of the trench after the trench is formed. 




20 



25 



30 
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Following this, polysilicon 52 is deposited over the whole of the first 
major surface. The polysilicon 52 is then doped using diffusion from a POCI 3 
source, to give the structure shown in Figure 1b. 

An etch back is then performed to remove the. doped polysilicon 52 from 
5 the first major surface, leaving only a plug 26 at the base 29 of the trench. 
This results in the structure of Figure 1 c. 

A low temperature wet oxidation process is then performed at 700°C to 
800-C to oxidize the polysilicon plug to form an oxide plug 30 at the base of 
the trench. The nitride liner 50 prevents oxide from being formed on the side 
> wall 28 of the trench. The oxide plug 30 at the bottom of the trench can be 
th.ck since the increased ease of oxidation of doped polysilicon allows a 
s.gn,ficant thickness of oxide to be formed in a reasonable time frame. 

Next, the nitride liner 50 and thermal oxide 32 are etched away in the 
region above the plug 30, and thermal oxidation carried out to result in a gate 
ox,de 12 on the side walls above the plug 30. In an alternative approach the 
thermal oxide 32 is not etched away but used itself as the gate oxide. 

The next step is to fill the trench with polysilicon 34 acting as a gate, 
giving rise to the structure shown in Figure 1d. 

The remainder of the processing can be earned out in a conventional 
manner, as is well known to the man skilled in the art, to result in a device 
schematically illustrated in Figure 1e. A source diffusion 14 is implanted at the 
first major surface at the lateral edges of the trench. 

Source 36, gate 38 and drain 40 contacts are formed. They are 
schematically illustrated in Figure 1e, the drain contact 40 being in this 
example a back contact on the second major surface 23. The source contact 
36 contacts the n+ source diffusion 14. 

The semiconductor is then packaged and contacted to form the finished 
semiconductor device as is known. 

This process provides a ready means of manufacturing a trench 
MOSFET with a thick plug at the bottom of the trench to reduce capacitance 
between the gate 1 0 and the. drain 2. 
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From reading the present disclosure, other variations and modifications 
will be apparent to persons skilled in the art. Such variations and modifications 
may involve equivalent and other features which are already known in the 
design,- manufacture and use of trench semiconductor devices and which may 
5 be used in addition to or instead of features described herein. Although claims 
have been formulated in this application to particular combinations of features, 
it should be understood that the scope of disclosure also includes any novel 
feature or any novel combination of features disclosed herein either explicitly 
or implicitly or any generalisation thereof, whether or not it mitigates any or all 

10 of the same technical problems as does the present invention. The applicants 
hereby give notice that new claims may be formulated to any such features 
and/or combinations of such features during the prosecution of the present 
application or of any further applications derived therefrom. 

For example, in the embodiment described the source diffusion 14 is 

15 formed after the trench 8. However, as the skilled person will realise, it is also 
possible to form the source diffusion 14 and then etch the trench through the 
source diffusion. Other variations in trench etch manufacturing will be known 
to those skilled in the art and such variations may also be used. 

The skilled person will realize that the invention may be used in a 

20 variety of different semiconductors structures. For example, although the 
epilayer 4 has been described as an n-epilayer, the body layer 6 as a p-type 
layer, and the source diffusion 14 as an n-doped region, any or all of these 
layers may be either p-or n type. A drift region, i.e. a low doped part of the 
drain epilayer 4 may be used, as is known. Other layers, diffusions and 

25 contacts may be included if required. The device may be p- or n- type. 
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1 • A method of manufacturing a trench gate semiconductor device 
comprising the steps of: 

providing a silicon device body having a first major surface, the silicon 
device body having a drain region of a first conductivity type and a body region 
over the drain region; 

forming a trench extending downwards into the silicon device body from 
the first major surface, the trench having sidewalls and a base; 

depositing a nitride liner within the trench to protect the sidewalls; 

forming a polysilicon plug at the base of the trench; 

thermally oxidising the device to oxidise the polysilicon at the bottom of 
the trench to form an oxide plug at the base of the trench; and 

depositing conductive material within the trench to form a gate. 

2. A method according to claim 1 wherein the step of forming a 
polysilicon plug at the base of the trench forms a doped polysilicon plug at the 
base of the trench. 

3. A method according to claim 2 wherein the step of depositing a 
doped polysilicon plug at the base of the trench includes depositing polysilicon 
over the first major surface including the trench and then etching back the 
doped polysilicon to remove the doped polysilicon from the first major surface 
leaving the polysilicon at the base of the trench. 

4. A method according to claim 2 wherein the step of depositing 
doped polysilicon includes depositing undoped polysilicon and then carrying 
out a diffusion process to dope the undoped polysilicon. 

5. A method according to any preceding claim further comprising 
the steps of: 
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thermally oxidising the side wall of the trench to form an oxide layer 
before depositing the nitride liner over the oxide layer; 

etching away the nitride liner and the oxide layer after oxidising the 
doped polysilicon; and 

thermally oxidising the sidewalls to form a thermal oxide gate insulator 
before depositing conductive material within the trench to form a gate. 

6. A method according to any preceding claim wherein the step of 
forming the trench includes providing a mask on the first major surface defining 
an opening and etching through the opening a trench extending downwards 
from the first major surface. 

7. A method according to claim 6 wherein the mask is an oxide hard 

mask. 

8. A method according to any preceding claim wherein the step of 
depositing conductive material to form a gate includes filling the trench with 

polysilicon to form a gate. 

*■ 

9. A method according to any preceding claim further comprising 
forming a source implant of first conductivity type at the first major surface 
adjacent to the trench and forming source, gate and drain electrodes attached 
to the source implant, the gate and the drain region respectively to complete 
the trench gate semiconductor device. 

10. A trench MOSFET comprising: 
a drain region of first conductivity type; 
a body region over the drain region; 

a trench extending from a first major surface through the body region; 
source regions laterally adjacent to the trench at the first major surface; 
thermal gate oxide on the side walls of the trench; 
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a gate electrode in the trench insulated from the body region by the 
gate oxide; 

characterised by a thick oxide plug formed of oxidised doped polysilicon 
at the base of the trench extending into the drain region. 



I. 
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P- 

ABSTRACT 

METHOD OF MANUFACTURE OF A 
TRENCH SEMICONDUCTOR DEVICE 

5 

A method of making a trench MOSFET includes forming a nitride liner 
50 oh the sidewalls 28 of a trench and a plug of doped polysilicon 26 at the 
bottom of a trench. The plug of polysilicon 26 may then be oxidised to form a 
thick oxide plug 30 at the bottom of the trench whilst the nitride liner 50 
10 protects the sidewalls 28 from oxidation. This forms a thick oxide plug at the 
bottom of the trench thereby reducing capacitance between gate and drain. 

[Figure 1b] 
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